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HYDROMETALLURGY OF COPPER
furnace, although quite frequently provision is made to charge through a hole in the arch. The refined copper cannot be tapped out, because of its extreme tendency to chill and clog the tap hole. Ladles are therefore used to cast the copper into moulds. The bed of the furnace
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slopes from all sides toward the ladling door, at which there is a depression to act as a well. The ladling door, which may also be used as a working door, is located at the flue wall, so that the cold air entering may pass directly into the stack, without either cooling or oxidizing the molten copper.
Wood is the best fuel to use because it does not contain any sulphurper, the cooling bath is composed of hot water containing about 0.1 per cent, sulphuric acid. A rose pink color may be obtained by mixing wood tar with the water into which the copper is thrown after it has set in the moulds.
